AMENDMENT NO. 1 JULY 2021 


TO 


IS 17043 : 2018 DERBY SHOES — SPECIFICATION 


(Page 1, clause 4.3.1) — Substitute the existing with the following: 


‘Sizes shall be in the range of 4 to 12 (English system with G/H fitting) conforming 
to the dimensions given in IS 1638. Sizes shall be in the range of 2 to 10 for 
women (English System with G/H Fitting) conforming to the dimensions given 
in IS 1638.’ 


(Page 4, clause 4.9) — Substitute the existing with the following; 
‘One pair of detachable in-socks having minimum thickness of 3.0 mm at toe 
and 5.0 mm at heel with arch support shall be provided with each pair of boots.’ 

(Page 5, clause 4.9.1) — Substitute the existing with the following: 
‘Insocks shall be made of rubber/polymer/elastomer compound with non-woven 
nylon fabric as top covering.’ 

(Page 5, clause 4.14) — Substitute the existing with the following: 


‘Derby shoes shall have 4 male female eyelets. The eyelets are recommended 
to be made of materials specified in 4 of IS 5041. The minimum force required 
to pull out the eyelets shall be 250 N, when tested as per the method given 
in Annex B. 


The eyelet and lace assembly shall also be tested as per the method given in 
Annex C. After 5 000 cycles, there shall not be any change in colour of the eyelet. 
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